FINE GRINDING.                                            251
Ore is fed in from an annular casting fixed to tlie cover, through three-3J-incli pipes, one directly in front oi! each roller and after the corresponding "plough/*
Won
V\\i. 110........Section of Chiliati Mill (Akron Type). 80 per cent, of — 200-mesh material was produced with a mechanical efficiency of 46-13 per cent. By classifying the mill product and returning the oversize, no appreciable increase in the amount of slimes produced was noticed.
